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TITLE OF THE INVENTION 

SUBSTRATE FOR LIQUID CRYSTAL DISPLAY ELEMENTS 

BACKGROUND OF THE INVENTION 

Field of the Invention 

The present invention relates to a substrate 
for liquid crystal display elements, and more 
particularly, to a substrate for liquid crystal 
elements for use in semi-transparent type liquid 
crystal display elements which partially transmit 
light . 

Prior Art 

In recent years, in order to meet demand for 
thinner and more lightweight portable electronic 
devices and apparatuses as well as requirements for a 
longer battery driving time, reflective- type liquid 
crystal display elements utilizing external light have 
become used to realize low electric power consumption 
liquid crystal displays. However, since the display 
quality (especially in terms of contrast) of such 
reflective-type liquid crystal display elements rely 
heavily on external light, it is not possible to 
obtain sufficient brightness in a dark place compared 
with transparent-type liquid crystal display elements 
which utilize back light, leading to a degraded 
picture quality. One method to overcome this problem 
has been proposed by Japanese Laid-Open Patent 
Publication (Kokai) No. 11-002709 which provides a 
semi-transparent type liquid crystal display element 
using a semi-transparent plate as a reflector so that 
the element may be used both as a reflective type in a 
bright place and a transparent type using back light 



in a dark place, 

A substrate for liquid crystal display elements 
used in this semi-transparent type liquid crystal 
display element has a liquid crystal layer interposed 
between a pair of transparent substrates provided with 
liquid crystal -driving electrodes, such that a light 
scattering characteristic of the liquid crystal layer 
is controlled by the magnitude of voltage applied to 
the liquid crystal layer. Further, this substrate has 
such a structure that a semi-transparent reflector 
formed of metal, such as aliiminum, is stacked on a 
substrate on a backside, wherein the semi-transparent 
reflector is formed of a metallic thin film which has 
a thickness reduced to such a degree that light can 
partially be transmitted through the film. 

However, to obtain such a metallic thin film 
with a reduced thickness, it is necessary to make the 
film thickness extremely thin to suppress the 
reflection of light and hence increase the degree of 
light transmittance. Therefore, a high degree of 
control of the thickness of the film is required 
during the manufacturing process, thus making it 
difficult to realize such a thin metallic film. 
Moreover, even if the film thickness is reduced, light 
is absorbed during transmission of light so that the 
utilization factor of light is low. 

Further, when the liquid crystal is driven, 
capacitance occurs between the metallic thin film and 
transparent electrodes (transparent conductive films) , 
which induces a signal delay, and thus there is a 
possibility that the speed of a drive signal for 
driving the liquid crystal display element lowers. 

SUMMARY OF THE INVENTION 



It is therefore an object of the present 
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invention to provide a substrate for liquid crystal 
display elements which can meet a variety of required 
optical characteristics and, at the same time, can 
improve the utilization factor of light without the 
5 possibility of inducing a signal delay. 

To attain the above object, the present 
invention provides a substrate for liquid crystal 
display elements comprising a transparent substrate, 
and a predetermined number of pairs of a first 

1 0 transparent film having a high refractive index and a 

second transparent film having a low refractive index, 
each composed of a dielectric material and stacked on 
the transparent substrate, wherein: the first 
transparent film has a refractive index of light of 

15 not less than 1.8 at a wavelength of 550nm, and the 

second transparent film is stacked on the first 
transparent film and has a refractive index of light 
of not more than 1,5 at the wavelength of 550nm; the 
predeteirmined number is an integer not less than 1; 

20 and the first transparent film and the second 

transparent film each have a film thickness thereof 
set to such a value that the light reflectance in a 
visible light region of each of the first and second 
transparent films is within a range of 5 - 95%. 

25 According to the substrate of the present 

invention, it is possible to meet a variety of 
required optical characteristics, for example, it is 
possible to freely set the ratio between light 
transmittance and light reflectance in the visible 

30 light region of each transparent film over a wide 

range according to applications, and in addition, it 
is possible to improve the utilization factor of light 
since a transparent film having a high refractive 
index and a transparent film having a low refractive 

35 index, each composed of a dielectric material, are 

used. Further, since neither of the transparent films 
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is composed of a metallic thin film, the possibility 
of inducing a signal delay can be eliminated. 

Preferably, the substrate for liquid crystal 
display elements includes a transparent roughened 
5 surface scattering layer stacked on the transparent 

substrate. 

As a result, glare by reflection of light can 
be suppressed. 

It is preferable that the light reflectance in 

10 the visible light region of each of the first and 

second transparent films is in a range of not less 
than 5% but less than 25%, wherein: when the 
predetermined number is 1, the first transparent film 
has a film thickness of 20 - 13 0nm, and the second 

15 transparent film has a film thickness of 50 - llOnm; 

when the predetermined number is 2, the first 
transparent film has a film thickness of 5 - 50nm, and 
the second transparent film has a film thickness of 5 

- 150nm; when the predetermined number is 3, the first 
20 transparent film has a film thickness of 3 - 80nm, and 

the second transparent film has a film thickness of 5 

- 160nm; and when the predetermined number is 4, the 
first transparent film has a film thickness of 5 - 
80nm, and the second transparent film has a film 

25 thickness of 5 - 80nm. 

It is also preferable that the light 
reflectance in the visible light region of each of the 
first and second transparent films is in a range of 
not less than 25% but less than 45%, wherein: when the 

3 0 predetermined number is 1, the first transparent film 

has a film thickness of 80 - llOnm, and the second 
transparent film has a film thickness of 40 - 60nm; 
when the predetermined number is 2, the first 
transparent film has a film thickness of 20 - 180nm, 

35 and the second transparent film has a film thickness 

of 30 - lOOnm; when the predetermined number is 3, the 
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first transparent film has a film thickness of 10 - 
13 0nm, and the second transparent film has a film 
thickness of 10 - 170nm; when the predetermined number 
is 4, the first transparent film has a film thicloiess 
5 of 20 - llOnm, and the second transparent film has a 

film thickness of 5 - lOOnm; when the predetermined 
number is 5, the first transparent film has a film 
thickness of 10 - llOnm, and the second transparent 
film has a film thickness of 5 - llOnm; and when the 

10 predetermined number is 6, the first transparent film 

has a film thickness of 10 - 80nm, and the second 
transparent film has a film thickness of 30 - lOOnm, 

Further, it is preferable that the light 
reflectance in the visible light region of each of the 

1 5 first and second transparent films is in a range of 

not less than 45% but less than 65%, wherein: when the 
predetermined number is 2, the first transparent film 
has a film thickness of 60 - 180nm, and the second 
transparent film has a film thickness of 40 - 90nm; 

20 when the predetermined number is 3, the first 

transparent film has a film thickness of 20 - 160nm, 
and the second transparent film has a film thickness 
of 10 - 150nm; when the predetermined number is A, the 
first transparent film has a film thickness of 20 - 

25 180nm, and the second transparent film has a film 

thickness of 10 - llOnm; when the predetermined number 
is 5, the first transparent film has a film thickness 
of 30 - 190nm, and the second transparent film has a 
film thickness of 10 - 140nm; when the predetermined 

30 number is 6, the first transparent film has a film 

thickness of 10 - 150nm, and the second transparent 
film has a film thickness of 10 - lOOnm; when the 
predeteimined number is 1, the first transparent film 
has a film thickness of 20 - 150nm, and the second 

35 transparent film has a film thickness of 5 - llOnm; 

when the predetermined nximber is 8, the first 
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transparent film has a film thickness of 20 - 13 0nm, 
and the second transparent film has a film thickness 
of 5 - llOnm; and when the predetermined niimber is 9, 
the first transparent film has a film thickness of 2 0 
- 120nm, and the second transparent film has a film 
thickness of 10 - 90nm, 

It is also preferable that the light 
reflectance in the visible light region of each of the 
first and second transparent films is in a range of 
not less than 65% but less than 95%, wherein: when the 
predetermined number is 3, the first transparent film 
has a film thickness of 80 - 160nm/ and the second 
transparent film has a film thickness of 40 - llOnm; 
when the predetermined niimber is 4, the first 
transparent film has a film thickness of 60 - 140nm, 
and the second transparent film has a film thickness 
of 40 - lOOnm; when the predetermined number is 5, the 
first transparent film has a film thickness of 30 - 
130nm, and the second transparent film has a film 
thickness of 20 - 170nm; when the predetermined number 
is 6, the first transparent film has a film thickness 
of 20 - 180nm, and the second transparent film has a 
film thickness of 10 - 140nm; when the predetermined 
number is 7, the first transparent film has a film 
thickness of 10 - 150nm, and the second transparent 
film has a film thickness of 30 - 13 0nm; when the 
predetermined number is 8, the first transparent film 
has a film thickness of 5 - 2 00nm, and the second 
transparent film has a film thickness of 5 - 150nm; 
and when the predetermined number is 9, the first 
transparent film has a film thickness of 5 - 200nm, 
and the second transparent film has a film thickness 
of 5 - 140nm. 

Since the thickness of each of the transparent 
film having a high refractive index and the 
transparent film having a low refractive index can 
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thus be set over a predetermined range, the light 
reflectance in the visible light region can be set 
over a wide range, making it possible to meet a 
variety of required optical characteristics. 
5 Preferably, the second transparent film is 

formed of a material having a low refractive index 
consisting essentially of at least one compound 
selected from the group consisting of silicon dioxide, 
magnesium fluoride, calcium fluoride, and lithium 
10 fluoride. 

Silicon dioxide is particularly preferable 
because of its excellent chemical durability. 

In a preferred embodiment of the present 
invention, the second transparent film includes a 

15 transparent film located farthest from the transparent 

substrate, the transparent film being formed of 
silicon dioxide and having a film thickness of not 
less than 2 0nm. 

As a result, it is possible to improve the 

20 degree of adhesion of the low refractive index 

transparent film which is located farthest from the 
transparent substrate, to other materials such as a 
color filter coated on the transparent thin film. 
In a further preferred embodiment of the 

25 present invention, the first transparent film is 

formed of a material having a high refractive index 
consisting essentially of at least one compound 
selected from the group consisting of titanium 
dioxide, zirconium dioxide, tantalum pentoxide, and 

30 tin oxide. 

The above and other objects, features and 
advantages of the invention will become more apparent 
from the following detailed description taken in 
conjunction with the accompanying drawings. 



BRIEF DESCRIPTION OF THE DRAWINQc; 
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FIG- 1 is a cross-sectional view showing an 
example of a laminated structure of a conventional 
liquid crystal display element; 

FIG. 2 is a cross-sectional view showing a 
5 laminated structure of a liquid crystal display 

element manufactured by using a substrate for liquid 
crystal elements according to an embodiment of the 
present invention; 

FIG. 3 is a graph showing the relationship in 
10 light transmittance and light reflectance between 

typical examples of the present invention and 
Comparative Examples Nos* 1-4; and 

FIGS. 4A and 4B are graphical representations 
of optical characteristics of examples of the 
15 substrate for liquid crystal display elements 

according to the present invention and comparative 
examples of the conventional substrate for liquid 
crystal display elements, in which: 

FIG. 4A is a graphical representation of 
20 optical characteristics of Examples Nos. 1 and 2; and 

FIG, 4B is a graphical representation of 
optical characteristics of Comparative Examples Nos . 1 
and 2, 

25 DETAILED DESCRIPTION 

The present invention will now be described in 
detail with reference to the drawings showing 
preferred embodiments thereof. 

To attain the object, the present inventors 
conducted extensive studies and reached a finding 
that, if a predetermined niomber of pairs of a 
transparent film having a high refractive index 
{hereinafter referred to as "the high refractive index 
35 transparent film") and a transparent film having a low 
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refractive index (hereinafter referred to as "the low 
refractive index transparent film"), each composed of 
a dielectric material, are stacked on a transparent 
substrate, and the refractive index of light of the 
5 high refractive index transparent film is not less 

than 1.8 at a wavelength of 550nm, and the low 
refractive index transparent film is stacked on the 
high refractive index transparent film and has a 
refractive index of light of not more than 1.5 at the 

10 wavelength of 550nm, and further, if the predetermined 

number of pairs is 1 or more, and the film thicknesses 
of the high refractive index transparent film and the 
low refractive index transparent film are set to such 
values that the light reflectance in the visible light 

15 region of each transparent film is within a range of 5 

- 95%, it is possible to meet a variety of required 
optical characteristics and, at the same time, improve 
the utilization factor of light and further, eliminate 
the possibility of inducing a signal delay. 

20 That is, according to a substrate for liquid 

crystal display elements of the present invention, it 
is possible to meet a variety of required optical 
characteristics, for example, it is possible to freely 
set the ratio between light transmittance and light 

25 reflectance in the visible light region of each 

transparent film over a wide range according to 
applications, thereby improving the utilization factor 
of light. Further, since the high and low refractive 
index transparent films are composed of dielectric 

30 materials instead of a metallic thin film, capacitance 

does not occur between the transparent films and the 
transparent electrodes, and consequently the 
possibility of inducing a signal delay can be 
eliminated. 

35 Further, since the difference between the 

maximum value and minimum value of the light 
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reflectance of wavelength components, red (R) , green 
(G) , and blue (B) in the visible light region can be 
kept at approximately 10% or less, optical 
characteristics which are flat over a wide range in 
5 the visible light region can be obtained. 

The present invention is based upon the above 
findings . 

A substrate for liquid crystal display elements 
according to an embodiment of the present invention 
10 will now be described in detail with reference to FIG. 

2. 

FIG. 2 is a cross-sectional view of a laminated 
structure of a liquid crystal display element 
manufactured by using a substrate for liquid crystal 

1 5 elements according to an embodiment of the present 

invention. In FIG. 2, a pair of transparent 
substrates 1 and la are arranged in opposed relation 
to each other, with the transparent substrate 1 facing 
a back side and the transparent substrate la facing a 

20 front side. On an outer surface of the transparent 

substrate la, a diffusion plate 5, a phase difference 
plate 2a, and a polarizing plate 3 are stacked in the 
mentioned order, while on an inner surface of the 
transparent substrate la, a transparent conductive 

25 film 6a composed of indium- tin-oxide (ITO) or the like 

is stacked. On an outer surface of the transparent 
substrate 1, a phase difference plate 2 and a 
polarizing plate 3 are stacked in the mentioned order, 
and further, on an outer surface of the polarizing 

30 plate 3, a back light 4 which acts as a light source 

is arranged. 

The transparent substrates 1 and la may be 
ordinary glass substrates which are commonly used. 
However, this is not limitative, but other substrates 

35 such as substrates formed of soda lime glass, and 

transparent plastic or the like, may be used as the 
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transparent substrates 1 and la. When a soda lime 
glass substrate is used as the transparent substrates 
1 and la, it is preferable to coat the transparent 
substrates with a silicon dioxide thin film so as to 
5 prevent a possible pollution problem caused by sodium 

ions which flow out from the inside of the substrates. 
Further, when a transparent plastic substrate is used 
in place of the glass substrate, it is preferable to 
coat a silicon dioxide thin film on top of a hard 

10 coating containing polyorganosiloxane, because there 

is a possibility that moisture can leak out from the 
inside of the substrates, 

A predetermined number m (m is a positive 
integer) of pairs of a high refractive index 

1 5 transparent film 7 and a low refractive index 

transparent film 8 are stacked on an inner surface of 
the transparent substrate 1, The former transparent 
film 7 is composed of a dielectric material having a 
low light absorption and a high refractive index, and 

20 the latter transparent film 8 is composed of a 

dielectric material having a low light absorption and 
a low refractive index. The low refractive index 
transparent film 8 is stacked on the high refractive 
index transparent film 7, but the stacking order may 

25 be reversed. Further, a transparent roughened surface 

scattering layer 12 formed by applying and pressing a 
thermosetting organic resin (e.g. acrylic resin or the 
like) may be stacked on the inner surface of the 
transparent substrate 1. Although not shown, the 

30 transparent roughened surface scattering layer 12 

presents micro irregularities on its surface and these 
micro irregularities cause irregular reflection of 
reflected light, which can suppress the glare of the 
finished product. Further, it is preferable that the 

35 refractive index of the transparent roughened surface 

scattering layer 12 be almost the same as that of the 
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transparent substrates 1 and la. 

The predetermined number m of pairs of the high 
refractive index transparent film 7 and the low 
refractive index transparent film 8 function as 
5 reflecting films which reflect light. That is, by 

giving a suitable thickness to each of the high 
refractive index transparent film 7 and the low 
refractive index transparent film 8 and setting the 
predetermined ntimber m to a suitable number, it is 

1 0 possible to set the light transmittance and the light 

reflectance to desired values. 

The above-mentioned light transmittance and 
light reflectance are set according to required 
specifications (applications) of the design of the 

15 substrate for liquid crystal elements. For example, 

the light reflectance is set within a range of 5 to 
95%, as follows: When the substrate is to be 
frequently used under a relatively bright environment 
as a substrate of a reflective type liquid crystal 

20 display element, the light reflectance is set to a 

high value (65 to 95%) , while when the substrate is to 
be frequently used under a relatively dark environment 
as a substrate of a transparent type liquid crystal 
display element, the light reflectance is set to a low 

25 value (5 to 45%) . When the light reflectance is set 

within a range of 45 to 65%, it is possible to 
manufacture a liquid crystal display element which is 
suitable for use as both a reflective type and a 
transparent type display element. 

In FIG. 2, a transparent film 8a, which is 
either the high refractive index transparent film 7 or 
the low refractive index transparent film 8 but is 
located farthest from the transparent substrate 1, has 
stacked thereon a tessellated color filter 9, an 

35 overcoat 10 for protecting the color filter 9, and a 

transparent conductive film 6 composed of indium-tin- 
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oxide (ITO) or the like. Further, a crystal layer 11 
is placed between the transparent conductive film 6 
and a transparent conductive film 6a. However, the 
above described layers 9 , 10 , 6 , 6a stacked on the 
transparent film 8a may be replaced by a single 
optically equivalent transparent layer (matching oil) 
13 , The refractive index of the matching oil is in a 
range of 1.5 - 1*6, and preferably, 1.55. 

As the material having a high refractive index 
used for the high refractive index transparent film 7, 
it is preferable to use a dielectric material which 
has a refractive index of 1.8 or more and has a low 
light absorption. Specifically, titanium dioxide, 
zirconium dioxide, tantalum pentoxide, tin oxide, or 
the like is preferred. Further, as the material 
having a low refractive index used for the low 
refractive index transparent film 8, it is preferable 
to use a dielectric material which has a refractive 
index of 1.5 or less and has a low light absorption. 
Specifically, silicon dioxide, magnesium fluoride, 
calcium fluoride, lithium fluoride, or the like is 
preferred. It is preferable that the thickness of 
each transparent film is in a range of 5 - 200nm, 
however, to be exact, an optimum thickness to achieve 
desired optical characteristics should be selected. 

It is preferable to set the optimum thickness 
as follows, according to required light reflectance 
and number of pairs (number of stacked layers, 
hereinafter referred to as "stacking number") of the 
high refractive index transparent film 7 and the low 
refractive index transparent film 8 in the visible 
light region, under the condition that the difference 
between the maximum value and minimum value of light 
reflectance of wavelength components red (R) , green 
(G) , and blue (B) in the visible light region is kept 
at approximately 10% or less: 
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(1) Light Reflectance of 5% - 24% 

(i) when the stacking nuinber m is 1 

high refractive index 
transparent film 7: 20 - 13 0 niti 
low refractive index 
transparent film 8: 50 - 110 nm 

(ii) when the stacking number m is 2 

transparent film 7: 5-60mti 
transparent film 8: 5 - 150 nm 

(iii) when the stacking nximber m is 3 
transparent film 7: 3 - 80 nm 
transparent film 8: 5 - 160 nm 

(iv) when the stacking number m is 4 
transparent film 7: 5 - 80 nm 
transparent film 8: 5 - 80 nm 

) Light Reflectance of 25% - 44% 

(i) when the stacking number m is 1 

transparent film 7: 80 - 110 nm 
transparent film 8: 40 - 60nm 

(ii) when the stacking number m is 2 

transparent film 7: 20 - 180 nm 
transparent film 8: 30 - 100 nm 

(iii) when the stacking number m is 3 
transparent film 7: 10 - 130 nm 
transparent film 8: 10 - 170 nm 

(iv) when the stacking nijmber m is 4 

transparent film 7: 20 - 110 nm 
transparent film 8: 5-lOOnm 

(v) when the stacking number m is 5 

transparent film 7 : 10 - 110 nm 
transparent film 8: 5 - 110 nm 

(vi) when the stacking number m is 6 

transparent film 7: 10 - 80 nm 
transparent film 8: 30 - 100 nm 
Light Reflectance of 45% - 64% 

(i) when the stacking number m is 2 



15 

transparent film 7: 60 - 180 nm 
transparent film 8: 40-90nm 

(ii) when the stacking number m is 3 

transparent film 7: 20 - 160 nm 
transparent film 8: 10 - 150 nm 

(iii) when the stacking number m is 4 
transparent film 7: 20 - 180 nm 
transparent film 8: 10 - 110 nm 

(iv) when the stacking number m is 5 

transparent film 7: 30 - 190 nm 
transparent film 8: 10 - 140 nm 
(V) when the stacking number m is 6 

transparent film 7 : 10 - 150 nm 
transparent film 8: 10 - 100 nm 

(vi) when the stacking number m is 7 

transparent film 7: 20 - 150 nm 
transparent film 8: 5 - 110 nm 

(vii) when the stacking number m is 8 
transparent film 7: 20 - 130 nm 
transparent film 8: 5-llOnm 

(viii) when the stacking number m is 9 
transparent film 7: 20 - 120 nm 
transparent film 8: 10-90nm 

Light Reflectance of 65% - 94% 

(i) when the stacking number m is 3 

transparent film 7: 80 - 160 nm 
transparent film 8: 40 - 110 nm 

(ii) when the stacking niimber m is 4 

transparent film 7: 60 - 140 nm 
transparent film 8: 40 - 100 nm 

(iii) when the stacking number m is 5 
transparent film 7: 30 - 130 nm 
transparent film 8: 20 - 170 nm 

(iv) when the stacking number m is 6 

transparent film 7: 20 - 180 nm 
transparent film 8: 10 - 140 nm 



1 



10 



16 

(v) when the stacking number m is 7 
transparent film 7 : 10 - 150 nm 
transparent film 8: 30 - 130 nm 

(vi) when the stacking ntunber m is 8 
transparent film 7: 5-200nm 
transparent film 8: 5 - 150 nm 

(vii) when the stacking number m is 9 
transparent film 7:5- 200 nm 
transparent film 8:5- 140 nm 

If the transparent film 8a which is located 
farthest from the transparent substrate 1 is a low 
refractive index transparent thin film 8, it is 
preferable that its thickness is 20nm or more from a 
view point of enhancing its adhesion to the color 
15 filter 9, Further, it is preferable that the material 

for the transparent film 8a is silicon dioxide. A 
preferable method of forming the above high refractive 
index transparent film 7, low refractive index 
transparent film 8 and transparent film 8a mainly 
20 includes ion plating, electron beam heated 

evaporation, and sputtering. However, other methods 
may be employed. 

According to the present embodiment, by 
stacking in multiple layers a predetermined number m 
25 of pairs of the high refractive index transparent film 

7 and the low refractive index transparent film 8 
which are composed of dielectric materials having 
different refractive indices, it is possible to set 
the light reflectance in the visible light region to 5 
- 95% and thus meet a variety of required optical 
characteristics, compared with the conventional 
substrate for liquid crystal display elements which 
has a metallic thin film stacked on the back side 
transparent substrate 1. Further, since the high 
35 refractive index transparent film 7 and low refractive 

index transparent film 8 are composed of low light 



30 



17 

absorption dielectric materials, the utilization 
factor of light can be improved due to the reduced 
amount of light absorption. Besides, the possibility 
of a signal delay can be eliminated, 
5 EXAMPLES 

Next, examples of the present invention will be 
explained. 

Example 1 

First, the above-mentioned transparent 

1 0 substrate 1 for the back side was prepared from a soda 

lime glass material (consisting essentially of 72 
weight % of Si02/ 13 weight % of Na20, 8 weight % of 
CaO, 1.8 weight % of AI2O3 and 0.9 weight % of K2O) . 
Then, on one surface of the prepared transparent 

15 substrate 1, pairs of the high refractive index 

transparent film 7 and the low refractive index 
transparent film 8 were stacked in stacking numbers 
indicated in Table 1 and with thicknesses indicated 
therein, followed by stacking the matching oil 13 

20 having a refractive index of 1.55 and the transparent 

substrate la, to thereby prepare test pieces as 
Examples Nos . 1 - 17 . As materials for the high 
refractive index transparent film 7 and the low 
refractive index transparent film 8, titanium dioxide 

25 (Ti02) and silicon dioxide (Si02) were used, 

respectively (the same applies to the following 
examples) . Further, the thickness of each of the 
transparent films 7 and 8 was set according to the 
stacking number so that the light reflectance in the 

30 visible light region was in the range of not less than 

5% but less than 25%. 

The above test pieces were each irradiated with 
visible light from one side surface thereof, and the 
light transmittance (%) and light reflectance (%) of 

35 wavelength components R, G and B of transmitted light 

and reflected light corresponding to the visible light 
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were measured. The measurement results are shown in 
Table 1. 

In Table 1, the letter "S" listed under a 
coliimn "FILM-FORMING METHOD" refers to a film formed 
5 by sputtering^ while the letter "E" refers to a film 

formed by vacuum evaporation. The stacking number m 
indicates the number of pairs of the high refractive 
index transparent film 7 and the low refractive index 
transparent film 8, The letter "H" listed under a 

10 column "LAYER" indicates the film thickness of the 

high refractive index transparent film 1 , and "L" 
indicates the same of the low refractive index 
transparent film 8, The light transmittance {%) 
refers to the percentage of a wavelength component R, 

15 G or B of visible light transmitted through a test 

piece, and the light reflectance (%) refers to the 
percentage of a wavelength component R, G or B of 
visible light reflected through a test piece. The 
symbol A indicates the difference between the maximum 

20 value and minimum value of light reflectance of 

wavelength components R, G, and B. The same applies 
to the following tables . 

It will be learned from Table 1 that by setting 
the stacking number of pairs and the film thickness of 

25 each of the high refractive index transparent film 7 

and the low refractive index transparent film 8 to 
values indicated in Table 1, the difference between 
the maximum value and minimum value of light 
reflectance of wavelength components R, G, and B of 

30 Examples Nos. 1 to 17 can be kept at approximately 10% 

or less when the light reflectance in the visible 
light region is in the range of not less than 5% but 
less than 25%. 

Example 2 

35 Next, on one surface of the transparent 

substrate 1, pairs of the high refractive index 
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transparent film 7 and the low refractive index 
transparent film 8 were stacked in stacking numbers 
indicated in Table 2 and with thicknesses indicated 
therein, followed by stacking the matching oil 13 
5 having a refractive index of 1,55 and the transparent 

substrate la, to thereby prepare test pieces as 
Examples Nos* 18-39. The test pieces were measured 
in the same manner as in Example 1, and the results 
are shown in Table 2. Further, the thickness of each 

10 of the transparent films 7 and 8 was set according to 

the stacking number so that the light reflectance in 
the visible light region was in the range of not less 
than 25% but less than 45%. 

It will be learned from Table 2 that by setting 

15 the stacking nximber of pairs and the film thickness of 

each of the high refractive index transparent film 7 
and the low refractive index transparent film 8 to 
values indicated in Table 2, the difference between 
the maximum value and minimum value of light 

20 reflectance of wavelength components R, G, and B of 

Examples Nos, 18 to 39 can be kept at approximately 10% 
or less when the light reflectance in the visible 
light region is in the range of not less than 25% but 
less than 45%, 

25 Example 3 

Tables 3 and 4 show results obtained by 
measurements carried out in the same manner as in 
Example 1, but when the light reflectance in the 
visible light region is in the range of not less than 

30 45% but less than 65%. 

It will be learned from Tables 3 and 4 that by 
setting the stacking number of pairs and the film 
thickness of each of the high refractive index 
transparent film 7 and the low refractive index 

35 transparent film 8 to values indicated in Tables 3 and 

4, the difference between the maximum value and 



21 



6-t 



h— t LO 
IE LTD 
CO )( 



CV3 



CD 
CO 



o 



oo 



oo 



to 



o 

CO 



CV3 



CO 



05 

LO 



O 



05 



C3 



05 
CO 



oo 

CO 



CO 
CO 

g i 

I • • 

1-3 



CE3 



CO 



LO 



OO 



OS 
CO 



CO 
(N3 



o> 



Os3 



CO 
CO 



CO 



oo 



05 



OO 



CO 



(XI 



CD 



CO CVl 



CV3 



to 



l-H pc5 

CO js; 



co~ 



oo 

CO 



05 
CO 



22 



LIGHT REFLECTANCE 
{% at A=550iii) 


< 


CO 


to 

• 


od 


oo 
od 




OS 
CO 


Od 


oo 
oo 


-1— 1 


cs 
od 


oo 


oo 


oo 


Od 
CO 


Od 

Li J 


Od 

■ny 




10.0 


CO 
OS 




LO 


oo 

to 


c=> 
oa 


Od 
Od 

to 


Od 

to 


to 

CO 


od 
to 


CZ> 
CTS 

to 


Od 
CJS 

to 


1— ( 

Od 

to 


CO 

to 


CO 
CO 


CO 

to 


t>- 

CO 


CO 


Od 
* 

OS 


co 

* 

CO 


T-H 

CIS 
CO 


to 

• 

CD 
CO 




<=> 

Od 
LO 


CO 

't— 1 
CO 


c>- 

CO 


CD 
CO 


oo 

CO 


CO 

CD 
CO 


to 

« 

to 


CO 
* 

CO 

to 


OS 
« 

to 


OS 
CO 

to 


oo 
to 


Od 
• 

to 


• 

oo 


• 

CJS 
Od 


oo 


• 

CZS 

to 


CJS 
* 

Od 

to 


to 


CO 
Od 

to 


(=Q 


to 
to 


• 

oo 
to 


to 


CO 

to 


to 

od 
to 


oo 

CO 


Od 

to 
to 


CO 

to 
to 


to 
to 


CJS 

to 


oo 

Od 

to 


CO 

to 

CO 


OS 


CO 
Od 

oo 


to 

Od 
to 


CJS 
LO 


CO 

to 


CD 

to 


to 


LIGHT TRANSMITTANCE 
{I at A=550im) 


<] 


CO 


t— t 


od 


to 
od 


„ — 1 
OS 


• 




oo 
CO 




CJS 


to 




• 

oo 


oo 

CO 


CD 

to 


OS 
• 

oo 


CO 
* 

tr— 


oo 

OS 


CIS 
CJS 




od 




lO 




Od 


CO 

to 

CO 


OS 

c=> 


CO 
CD 


CD 


to 


CO 


to 

CO 


CO 
CO 


CO 

CO 
CO 


Od 

Od 
to 


oo 
to 


CO 

OS 
CO 


CO 

OS 
CO 


CO 

CTS 
CO 




oo 


CO 

od 

CO 


CO 


od 

CO 


od 

CO 


CO 

OS 
CO 


CO 

to 


Od 

od 


OS 


OS 
* 

to 


CJS 
CO 

to 


CO 
Od 


CO 
• 

to 


oo 

OS 
CO 


CD 
Od 

to 


CJS 


OS 
CO 


1—1 
OS 


to 




Cd 

to 




Od 
« 




Od 


CD 

od 

CO 


* 




to 


oo 

CO 

to 


oo 

CO 


Od 

CO 


CO 

to 


C3 

CO 
CO 


Od 


CO 

od 
to 


oo 

CO 


OS 


CO 

od 


CO 
CO 


.-5 






























CJ5 
CO 


CT3 
CO 

oo 


f— ( 


to 

OS 


1 — i 

CIS 

1 
































OS 

OS 
OS 


CD 

to 

CD 


« 

to 

Od 


1— J 

CO 
CO 

1 — 1 


Od 

CO 
1 — 1 














CJS 
1 — 1 


CO 

1— 1 

T— 1 


CD 

t 


od 

CD 


CO 

oo 


to 
CO 

CJS 


▼—1 

* 

oo 


Od 


CD 

CO 
Od 


to 

od 
to 


oo 

CJ5 
CO 


od 
oo 


to 
oo 


CD 
OS 


'HICKNE 














to 

oo 


C75 

CD 
CT5 


Od 

CO 
CTS 


CTS 


OS 


CIS 

od 


to 


to 

oo 


to 
to 

CV3 


CO 


oo 
'I— ( 

OS 


1 

CO 


1 — t 


CO 
* 

OS 


,AYER T 
(UNI 




CO 
CO 

oo 


oi 
to 


LO 


oo 
to 


to 


CJS 

od 


CO 

to 
to 


to 
to 


oo 

to 
to 


od 
to 


CO 

to 
to 


CJS 

od 


oo 

^ 
to 


CO 
Od 


to 

CD 


oo 

Od 
to 


oo 
od 


CO 
CO 

to 


CO 

to 
to 


1—1 


!□=! 


£>- 
CO 

oo 


to 


'f— 1 

lO 


CD 

to 


to 

OS 


CO 
C7S 


oo 
to 

CTS 


^ 

to 
errs 


to 

OS 


CO 

to 

oo 


CO 

oo 


Od 
CO 

oo 


oo 
to 

CJS 


CO 

CO 
CO 


oo 
od 

CO 


CZ> 
OS 

CO 


CO 

1-H 

OS 


CO 

oo 


czs 

OS 






CO 

to 


oo 

« 

to 


CIS 

to 


<^ 

CIS 

to 


oo 

« 

CIS 

to 


1— « 
Od 


tr- 
od 
CO 


CO 
CJS 

to 


CO 

od 
to 


c=> 
CO 


CJS 


to 

CO 


to 

§2 


Od 

to 


CD 
Od 

'I— t 


Od 
CO 


CD 


CO 


CO 
Od 

to 






CO 

t>- 


CIS 
CO 


od 

CO 


oo 
d 

CO 


oo 

Od 

<o 


CD 

od 

CD 


oo 

CO 

oo 
'I — t 


CIS 

CO 
1 


CO 

t— 1 

•o—\ 


CO 

CD 
C3S 


CO 

OS 
CO 


Od 
CI3 

t- 


CZ3 
CO 

( 


Od 

oo 


CO 
CO 


CO 


to 

Od 

oo 


OS 
CO 


Od 

T-H 

oo 


STACKING 
NUMBER 1 






Od 




CO 
















FILM- 
1 FORMING 
MFTHnn 




CO 


CO 


CO 


CO 


CO 








CO 




co 






CO 




CO 






EXAMPLES 








CO 




to 


CO 




oo 


OS 


CD> 

to 


to 


Od 

to 


CO 
to 


to 


LO 

to 


CO 

to 


c>- 
to 


oo 
to 



23 



LIGHT REFLECTANCE 
{% at A=550nm) 


< 








CO 


CO 

Cv 


CO 
^— 1 


Cs3 

lO 




oo 


CO 


CO 


o 


(>0 


OS 


CO 

(X 


cq 

CO 


CJ 




(7S 

<=> 


co 




CO 
TT 


LO 

oc 


o 

CO 


cq 

LO 


CO 


o 

OC 


t>- 

05 
LO 


CO 

oc 

LO 


Oi 


<X] 


t>- 

?: 


CO 
LO 


CO 

o 

lO 


TO 
CO 


CO 

oo 

lO 


o 

OS 


CO 
OS 


OS 

OS 
LO 


os 

LO 


TO 

OS 

LO 


C5 


«o 

C*J 
LO 


oo 
oo 


CO 

oc 

LO 


LO 

c: 

LO 


CO 
LTD 


oc 










? 


CO 


LO 


<XI 
CO 


OS 

lO 


LO 


OS 


04 

OS 
LO 


CO 

OS 
LO 


TO 

C3S 
LO 


PQ 


OO 

oo 


oo 


CO 


oo 

CO 


CO 

uo 


CO 

? 


CO 

to 


LO 
LO 




LO 




CO 

LO 


cq 

LO 


Oi 


iO 

CO 
LO 


<X1 

TO 


eg 
t— 


CO 

o 

CO 


LO 

o 

CO 


CO 


ii 

E-c 

O ^ — 


<] 


oo 




CTi 


CO 


cs] 


to 


LO 




CO 
CO 


cq 


LO 




LO 

<?q 


oq 


CO 
Csj 


CO 


oq 
<XI 




oq 


OS 


ca^ 


CD 

OO 
LO 


ITS 


CO 

oo 
CO 


LO 


CO 
LO 


LO 
LO 


<=> 


CO 






CO 




oq 


CT5 

oo 

CO 


o 


LO 

o 

LO 


C7S 
OS 


os 

oo 


<3S 
C7S 

CO 


OS 

OS 
CO 


tD 


<>q 


<=> 


LO 




LO 


lO 


CO 

05 
CO 


CO 

o 


o 

05 

cq 


O 

o 

LO 


C=> 

OS 

LO 


(XI 
CO 


o6 


CO 

o^ 

CO 








CO 

? 


oq 

? 


CD 

? 


PQ 


crs 




oo 
oo 


oo 
c^ 


Cvl 


<=s 






OS 

CO 
cq 


05 
OO 


LO 
LO 


LO 


co 


OS 


o 

CO 


CO 
LO 


cq 

LO 


oq 

OS 

CO 


<z> 

OS 
CO 


OS 
CO 


LAYER THICKNESS 
(UNIT:nm) 


»-3 








































OS 

do 












































































TO 

cq 


CO 

;^ 

TO 


OS 
CO 


CO 


OS 
CO 


































E— 

CO 
CS 


o 

o:> 
OS 


CO 
OS 


TO 
CO 


CD 


























CO 

oo 

OS 


CO 

oo 


o 

05 


o 

(^J 
c?s 


^ 

CS 

cq 


:^ 

Er- 


TO 

oo 

<X1 


CO 

• 

TO 


TO 


























oo 

oo 
oo 




LO 

OS 
LO 


OS 


LO 
OS 

t>- 


os 

C3 
TO 


lO 


CO 
CO 


TO 

cq 

TO 














(XI 


LO 


CO 


(XI 


CO 

oo 


LO 

CO 
(XI 


CO 


CO 
LO 

oo 


oo 

CO 


LO 

:i 

oo 


CO 


LO 

CO 
CO 


CO 
CO 


c- 

CO 


CO 

o 
oq 












OO 


oo 

LO 


eq 


05 
(XI 


(XI 

oo 


oo 
oq 


o 

CO 


LO 

od 


oq 

LO 

oo 


CO 

CO 
CO 


OS 
TO 


TO 
LO 

oq 


LO 
CO 


LO 




TO 
TO 




CO 


oq 






LO 


LO 


CM 
OO 


LO 


LO 




CO 


(M 




LO 
CO 


CO 
LO 

TO 


CO 


CO 
LO 

CO 


CO 

LO 


oq 

LO 
CO 


CO 
LO 




LO 

OO 

oo 


oo 

CO 
(Nl 


O) 


oo 

CO 


CIS 

o 


» 


oo 

CO 
CN3 


CO 

TO 


CO 






LO 


Oi 
(X3 


OS 

oq 


oq 

oo 


CO 

<=s 

TO 


LO 


LO 

CO 


C3S 

CO 


CO 

to 




o 

OO 


ca 
OS 


05 

CO 
t>- 


t— 


LO 


LO 

cS 




CO 


en 


CO 


CO 


05 
LO 


LO 

(M 


oq 


LO 


t- 
co 


CO 

oq 


cq 


LO 

(XI 




» 


CO 


^ 
CO 


C^J 


cq 


OO 
CO 


oo 
ol 


CO 


CO 


CO 






(XI 
CO 


LO 

oo 

CO 


(XI 
c>q 

CO 


LO 


oq 

LO 

cq 


OS 

:3C 

CO 


OS 

£^ 


CfS 

o6 

to 


CO 

TO 








CO 

oo 

o:t 


o 

05 

CO 


CO 
CO 


<=) 

OO 


CO 




OS 


oo 




<XJ 


oo 

LO 


TO 


LO 
CO 


<=s 

LO 
CO 


TO 


OS 




oo 

OS 


t>- 

<XJ 




ac 




LO 


CXI 

LO 


LO 

LO 
05 


OO 


LO 


oo 


CO 


oo 


LO 


oo 

CvJ 


lO 


oq 


oq 

OS 

OS 


LO 
CO 


LO 

OS 
OS 


TO 

LO 
CO 




LO 
CO 


LO 

CO 
LO 




1-^ 


<:o 


oo 

LO 


CO 


CO 
LO 


CO 
C-J 


t- 
co 

CO 




cq 


CO 


CO 

o> 


CO 

c^ 


oo 


oq 


oq 


oq 


CO 


o 
oq 


CO 
CO 


CO 


oq 

Cvl 




Crj 


c=> 

05 


CO 
CO 




OO 


CO 


CO 

oo 


oq 


o 


CO 




^ 


to 


o 

OS 




CS 
OC3 

LO 


LO 

LO 


cq 

;^ 




CO 

o3 


oo 

CO 




i-J 


OO 
OS 


CO 


LO 
CO 


cq 


CO 


Csl 

CO 


CTi 

o» 

CM 


1 — ( 


to 
<>q 

(XI 


OO 

oo 


CO 


LO 

OS 
CO 


TO 


TO 

CD 
TO 


CO 

o<5 


c— 


CO 


TO 
CO 


CO 

oo 


CO 

CO 






<=> 

CO 


o 

c-q 

«5 




oo 


<=s 

LO 


CO 
CO 


LO 


CO 
CO 


LO 

oo 
oo 




{?q 

CO 


05 

CO 
<XI 


CO 
CO 

oq 


LO 

<xi 


'cr 

CO 


CO 

CO 


CO 


LO 
CO 


o 

cq 
cq 


oq 


STACKING 
NUMBER a 


LO 


CO 






TO 






CJS 


FILM- 
FORMING 
METHOD 










oo 


M 


CO 


M 








CO 


u 


CO 




CO 




CO 






EXAMPLES 


?s 


:o 


1 — 1 




CO 
to 


to 


LO 
CO 


:o 

CO 


>- 
US 


OO 
CO 


CO 




>^ 


oq 


CO 




LO 


CO 




TO 



24 

minimum value of light reflectance of wavelength 
components R, G, and B of Examples Nos . 40 to 78 can 
be kept at approximately 10% or less when the light 
reflectance in the visible light region is in the 
range of not less than 45% but less than 65%. 
Example 4 

Tables 5 and 6 show results obtained by 
measurements carried out in the same manner as in 
Example 1, but when the light reflectance in the 
visible light region is in the range of not less than 
65% but less than 95%. 

It will be learned from Tables 5 and 6 that by 
setting the stacking number of pairs and the film 
thickness of each of the high refractive index 
transparent film 7 and the low refractive index 
transparent film 8 to values indicated in Tables 5 and 
6, the difference between the maximum value and 
minimum value of light reflectance of wavelength 
components R, G, and B of Examples Nos . 79 to 113 can 
be kept at approximately 10% or less when the light 
reflectance in the visible light region is in the 
range of not less than 65% but less than 95%. 

Further, measurements were carried out, in a 
similar manner to the above, on test pieces which were 
prepared by additionally stacking the transparent 
roughened surface scattering layer 12 on the inner 
surface of the transparent substrate 1 of each of the 
above test pieces. The measurement results showed 
that by setting the stacking number of pairs and the 
film thickness of each of the high refractive index 
transparent film 7 and the low refractive index 
transparent film 8 to values indicated in Tables 1 to 
6, the difference between the maximum value and 
minimum value of light reflectance of wavelength 
components R, G, and B is approximately 10% or less 
when the light reflectance in the visible light region 
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is in the range of not less than 5% but less than 95%, 

Next, the difference between the light 
absorptivity of the substrate for liquid crystal 
display elements of examples of the present invention 
and that of the conventional substrate for liquid 
crystal display elements will be described. Here, the 
light absorptivity is calculated by an equation of 10 0 
- (light transmittance + light reflectance) , on the 
assumption that the remainder after subtraction of 
transmitted light and reflected light from visible 
light is absorbed. Table 7 shows results of 
comparisons between the light absorptivity of typical 
ones of Examples according to the present invention 
(Examples Nos. 9, 29, 76, 92, 17, 38, 77 and 105) and 
that of the conventional substrate for liquid crystal 
display elements (Comparative Examples Nos . 1-4). 

The laminated structure of the liquid crystal 
display element for Comparative Examples Nos .1-4 
will be briefly described with reference to FIG* 1. 
FIG. 1 is a cross-sectional view of a typical 
laminated structure of the conventional liquid crystal 
display element. The difference from the above 
described laminated structure of FIG. 2 lies in that 
in place of the predetermined number m of pairs of the 
high refractive index transparent film 7 and the low 
refractive index transparent film 8, a metallic thin 
film 13 is stacked on the inner surface of the 
transparent substrate 1. 

Test pieces as Comparative Examples Nos. 1-4 
were prepared in the same manner as in the above 
described examples by using soda lime glass for the 
transparent substrate 1 for the back side. 

The prepared test pieces were each irradiated 
with visible light from one side surface thereof, and 
the light transmittance (%> and light reflectance (%) 
of a wavelength component of 550nm of transmitted 
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light and reflected light corresponding to the visible 
light were measured* The measurement results are 
shown in Table 7 . 

As will be learned from Table 7, the typical 
examples according to the present invention have 
hardly any light absorption and showed very small 
values of light absorptivity because the predetermined 
number of pairs of the high refractive index 
transparent film 7 and the low refractive index 
transparent film 8 stacked on the surface of the 
transparent substrate 1 are composed of low light 
absorptivity dielectric materials. On the other hand, 
Comparative Examples Nos. 1-4, which each have a 
semi-transparent metallic thin film formed of aluminum 
stacked on the transparent substrate 1, whereby light 
is absorbed by the metallic thin film, so that the 
value of light absorptivity is large. The results in 
Table 7 show that Comparative Examples have light 
absorptivity approximately 2 0% larger than that of 
Examples of the present invention. 

The results in Table 7 are shown in FIG. 3. 
FIG. 3 is a graph showing the relationship in light 
transmittance and light reflectance between the 
typical examples of the present invention and 
Comparative Examples Nos , 1-4, wherein a indicates a 
characteristic curve of substrates for liquid crystal 
display elements according to the typical examples of 
the present invention, and b indicates a 
characteristic carve according to Comparative Examples 
Nos. 1-4. 

Next, optical characteristics (light 
transmittance (T [%] ) , light reflectance (R [%] ) ) of 
examples of the substrate for liquid crystal display 
elements according to the present invention and 
examples of the conventional substrate for liquid 
crystal display elements will be described with 
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reference to FIGS. 4A and 4B. FIGS. 4A and 4B are 
graphical representations of optical characteristics 
(T, R [%]) of the substrate for liquid crystal display 
elements according to the present invention and those 
of the conventional substrate, respectively. FIG. 4A 
shows the optical characteristics of Examples Nos. 1 
and 2, and FIG. 4B shows the optical characteristics 
of Comparative Examples Nos . 1 and 2 . In the graphs 
of FIGS. 4A and 4B, light transmittance and light 
reflectance when the angle of incidence of light is 0 
degrees and 45 degrees are shown, with the abscissa 
representing wavelength [nm] , and the ordinate 
representing T, R [%] . 

It can be seen from FIG. 4A that the optical 
characteristics in the visible light region of 
Examples Nos. 1 and 2 show flat or generally 
horizontal characteristic curves, irrespective of the 
angle of incidence of light, i.e. irrespective of 
whether it is 0 degrees or 45 degrees, such that no 
extra color correction or the like is needed when 
displaying images in colors. On the other hand, as 
shown in FIG. 4B, the optical characteristics of 
Comparative Examples Nos. 1 and 2 show unflat or 
sloped characteristic curves, which requires extra 
color correction or the like when displaying images in 
colors . 
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What is claimed is : 

1, A substrate for liquid crystal display 
elements comprising : 

a transparent substrate; and 

a predetermined number of pairs of a first 
transparent film having a high refractive index and a 
second transparent film having a low refractive index, 
each composed of a dielectric material and stacked on 
said transparent substrate; 

wherein: 

said first transparent film has a refractive 
index of light of not less than 1,8 at a wavelength of 
550nm, and said second transparent film is stacked on 
said first transparent film, said second transparent 
film having a refractive index of light of not more 
than 1.5 at the wavelength of 550nm; 

said predetermined number is an integer not 
less than 1; and 

said first transparent film and said second 
transparent film each have a film thickness thereof 
set to such a value that the light reflectance in a 
visible light region of each of said first and second 
transparent films is within a range of 5 - 95%. 

2. A substrate for liquid crystal display 
elements as claimed in claim 1, including a 
transparent roughened surface scattering layer stacked 
on said transparent substrate. 

3 . A substrate for liquid crystal display 
elements as claimed in claim 1 or 2, wherein said 
light reflectance in the visible light region of each 
of said first and second transparent films is in a 
range of not less than 5% but less than 25%. 

4. A substrate for liquid crystal display 
elements as claimed in claim 3, wherein when said 
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predetermined number is 1, said first transparent film 
has a film thickness of 20 - 13 0nm, and said second 
transparent film has a film thickness of 50 - llOnm. 

5. A substrate for liquid crystal display 
elements as claimed in claim 3, wherein when said 
predetermined number is 2, said first transparent film 
has a film thickness of 5 - 60nm, and said second 
transparent film has a film thickness of 5 - IBOnm, 

6. A substrate for liquid crystal display 
elements as claimed in claim 3^ wherein when said 
predetermined number is 3, said first transparent film 
has a film thickness of 3 - 80nm, and said second 
transparent film has a film thickness of 5 - 160nm. 

7. A substrate for liquid crystal display 
elements as claimed in claim 3, wherein when said 
predetermined number is 4, said first transparent film 
has a film thickness of 5 - 80nm, and said second 
transparent film has a film thickness of 5 - 80nm. 

8. A substrate for liquid crystal display 
elements as claimed in claim 1 or 2 , wherein said 
light reflectance in the visible light region of each 
of said first and second transparent films is in a 
range of not less than 25% but less than 45%. 

9. A substrate for liquid crystal display 
elements as claimed in claim 8, wherein when said 
predetermined number is 1, said first transparent film 
has a film thickness of 80 - llOnm, and said second 
transparent film has a film thickness of 40 - 60nm. 

10. A substrate for liquid crystal display 
elements as claimed in claim 8, wherein when said 
predetermined number is 2, said first transparent film 
has a film thickness of 20 - 180nm, and said second 
transparent film has a film thickness of 30 ~ lOOnm. 

11. A substrate for liquid crystal display 
elements as claimed in claim 8, wherein when said 
predetermined number is 3, said first transparent film 
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has a film thickness of 10 - 130nin^ and said second 
transparent film has a film thickness of 10 - 170nm. 

12. A substrate for liquid crystal display- 
elements as claimed in claim 8, wherein when said 
predetermined number is 4, said first transparent film 
has a film thickness of 20 - llOnm, and said second 
transparent film has a film thickness of 5 - lOOnm. 

13 . A substrate for liquid crystal display 
elements as claimed in claim 8, wherein when said 
predetermined number is 5, said first transparent film 
has a film thickness of 10 - llOnm, and said second 
transparent film has a film thickness of 5 - llOnm. 

14. A substrate for liquid crystal display 
elements as claimed in claim 8, wherein when said 
predetermined number is 6, said first transparent film 
has a film thickness of 10 - 80nm, and said second 
transparent film has a film thickness of 30 - lOOnm. 

15. A substrate for liquid crystal display 
elements as claimed in claim 1 or 2 , wherein said 
light reflectance in the visible light region of each 
of said first and second transparent films is in a 
range of not less than 45% but less than 65%. 

16. A substrate for liquid crystal display 
elements as claimed in claim 15, wherein when said 
predetermined number is 2, said first transparent film 
has a film thickness of 60 - ISOnm, and said second 
transparent film has a film thickness of 40 - 90nm. 

17. A substrate for liquid crystal display 
elements as claimed in claim 15, wherein when said 
predetermined number is 3, said first transparent film 
has a film thickness of 20 - 160nm, and said second 
transparent film has a film thickness of 10 - 150nm. 

18. A substrate for liquid crystal display 
elements as claimed in claim 15, wherein when said 
predetermined number is 4, said first transparent film 
has a film thickness of 20 - 180nm, and said second 
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transparent film has a film thickness of 10 - llOnm. 

19. A substrate for liquid crystal display 
elements as claimed in claim 15, wherein when said 
predetermined number is 5, said first transparent film 
has a film thickness of 30 - 190nm, and said second 
transparent film has a film thickness of 10 - 140nm, 

20. A substrate for liquid crystal display 
elements as claimed in claim 15, wherein when said 
predetermined nximber is 6, said first transparent film 
has a film thickness of 10 - 150nm, and said second 
transparent film has a film thickness of 10 - lOOnm. 

21- A substrate for liquid crystal display 
elements as claimed in claim 15, wherein when said 
predetermined number is 7, said first transparent film 
has a film thickness of 20 - 150nm, and said second 
transparent film has a film thickness of 5 - llOnm. 

22. A substrate for liquid crystal display 
elements as claimed in claim 15, wherein when said 
predetermined number is 8, said first transparent film 
has a film thickness of 20 - 13 0nm, and said second 
transparent film has a film thickness of 5 - llOnm. 

23 . A substrate for liquid crystal display 
elements as claimed in claim 15, wherein when said 
predetermined number is 9, said first transparent film 
has a film thickness of 20 - 120nm, and said second 
transparent film has a film thickness of 10 - 90nm. 

24. A substrate for liquid crystal display 
elements as claimed in claim 1 or 2, wherein said 
light reflectance in the visible light region of each 
of said first and second transparent films is in a 
range of not less than 65% but less than 95%. 

25. A substrate for liquid crystal display 
elements as claimed in claim 24, wherein when said 
predetermined number is 3, said first transparent film 
has a film thickness of 80 - 160nm, and said second 
transparent film has a film thickness of 40 - llOnm. 
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26. A substrate for liquid crystal display 
elements as claimed in claim 24, wherein when said 
predetermined number is 4, said first transparent film 
has a film thickness of 60 - 140nm, and said second 
transparent film has a film thickness of 40 - lOOnm. 

27. A substrate for liquid crystal display 
elements as claimed in claim 24, wherein when said 
predetermined number is 5, said first transparent film 
has a film thickness of 30 - 13 0nm, and said second 
transparent film has a film thickness of 20 - 170nm. 

28. A substrate for liquid crystal display 
elements as claimed in claim 24, wherein when said 
predetermined number is 6, said first transparent film 
has a film thickness of 20 - 180nm, and said second 
transparent film has a film thickness of 10 - 140nm. 

29. A substrate for liquid crystal display 
elements as claimed in claim 24, wherein when said 
predetermined number is 7, said first transparent film 
has a film thickness of 10 - 150nm, and said second 
transparent film has a film thickness of 30 - 13 0nm. 

30. A substrate for liquid crystal display 
elements as claimed in claim 24, wherein when said 
predetermined number is 8, said first transparent film 
has a film thickness of 5 - 200nm, and said second 
transparent film has a film thickness of 5 - ISOnm. 

31. A substrate for liquid crystal display 
elements as claimed in claim 24, wherein when said 
predeterT:nined number is 9, said first transparent film 
has a film thickness of 5 - 200nm, and said second 
transparent film has a film thickness of 5 - 140nm. 

32. A substrate for liquid crystal display 
elements as claimed in any one of claims 1 to 31, 
wherein said second transparent film is formed of a 
material having a low refractive index consisting 
essentially of at least one compound selected from the 
group consisting of silicon dioxide, magnesium 



36 

fluoride I calcium fluoride, and lithium fluoride. 

33, A substrate for liquid crystal display- 
elements as claimed in any one of claims 1 to 32, 
wherein said second transparent film includes a 
transparent film located farthest from said 
transparent substrate, said transparent film being 
formed of silicon dioxide and having a film thickness 
of not less than 20nm. 

34, A substrate for liquid crystal display 
elements as claimed in any one of claims 1 to 33, 
wherein said first transparent film is formed of a 
material having a high refractive index consisting 
essentially of at least one compound selected from the 
group consisting of titanium dioxide, zirconium 
dioxide, tantalum pentoxide, and tin oxide. 



ABSTRACT OF THE DISCLOSURE 



A substrate for liquid crystal display elements 
is provided, which can meet a variety of required 
optical characteristics and, at the same time, improve 
the utilization factor of light without the 
possibility of inducing a signal delay, A 
predetermined number of pairs of a transparent film 
having a high refractive index and a transparent film 
having a low refractive index, each composed of a 
dielectric material, are stacked on a transparent 
substrate. The high refractive index transparent film 
and the low refractive index transparent film have 
refractive indices of light of not less than 1.8 and 
not more than 1.5 at a wavelength of 550nm, 
respectively. The predetermined number of pairs is 1 
or more, and the high refractive index transparent 
film and the low refractive index transparent film 
each have a film thickness thereof set to such a value 
that the light reflectance in a visible light region 
of each of the transparent films is within a range of 
5 - 95%. 



1/5 



FIG.l 

PRIOR ART 




2/5 



FIG.2 




3/5 



FIG.3 



100.0 




0.0 10.0 20.0 30.0 40.0 50.0 60.0 70.0 80.0 90.0100.0 
LIGHT REFLECTANCE (%) 



4/5 



FIG.4A 



100.0 
90.0 
80.0 
70.0 



60.0 



R(%) 



50.0 
40.0 

30.0 
20.0 
10.0 



0.0 



400 450 500 550 600 650 

WAVE LENGTH(nm) 







^EXAMPLE 1 0° T 




" ""EXAMPLE 1 45° T 




(;EXAMPLE2 0° T 




EXAMPLE 2 45° T 




^^EXAMPLE 2 0° R 




""" EXAMPLE 2 45° R 


EXAMPLE 1 0° R 

irr 




EXAMPLE 1 45° R 


1 1 1 1 1 



700 



^9 J" 



APPLICATION FOR UNITED STATES PATENT 
DECLARATION AND POWER OF ATTORNEY 



I hereby declare, as a named inventor of the invention identified herein, that my residence, post ofBce address and citizenship 
axe as stated below next to my name; that I verify and believe that I am the original, first and sole inventor (if only one name is listed below) 
or an original, first and joint inventor (if plural names are listed below) of the subject matter which is claimed and for which a patent is 
sought on Ihe invention entitled: 

TITLE: SUBSTRATE PGR LIQUID CRYSTAL DISPLAY ELEMENTS 



which is described and claimed in the specification: a. X attached hereto; b. filed 

as U.S. Patent Appln. Serial No. and amended on ; c. identified 

by the Assignee as reference number and assigned by my attorney ATTORNEY DOCKET NUMBER 



I hereby declare that I have reviewed and understand the contents of the above-identified specification, including the claims, 
as amended by any amendment referred to above, and hereby acknowledge the duty to disclose information of which I am aware which 
is material to this application for patent on the invention described in the above-identified specification in accordance with 37 C.F.R. §1,56, 

I hereby claim priority benefits under 35 U.S.C. §119 based on the following foreign applications(s) filed within one year prior 
tQ4his application: 

HllORFFY: Japanese Patent Application No. 11-326859 filed November 17, 1999 
\1 Japanese Patent Application No. 2000-204952 filed July 6, 2000 

The following applications for patent or inventor's certificate on this invention were filed in countries foreign to the 
USitedStates of America either (a) more than one year prior to this application, or (b) before the filing date of the above-named foreign 
jjSprity application(s) ( INSERT "NONE" IF NO CORRESPONDING CASES): NONE 

I hereby appoint Marc A. Rossi (Reg, No. 31,923) as my attorney of record with foil power of substitution and revocation to 
jirasecute this application, to transact all business in the Patent OfSce, and to insert on this document the Attorney Docket Number assigned 
ti>Jjiis application, I forther direct that all correspondence in connection with this application be sent to my attomey at the address 
provided below: 

't! ROSSI & ASSOCIATES 

P.O. BOX 826 

□ ASHBURN,VA 20146-0826 

(703) 904-4332 

I hereby declare that I have reviewed and understand the contents of this Declaration, and that all statements made herein of my 
own knowledge are true and that all statements made on information and belief are believed to be true; and further that these statements 
were made with knowledge that willfol false statements and the like so made are punishable by fine or imprisonment or both, under 18 
U.S.C. §1001 and that such willful false statements may jeopardize the validity of the application or any patent issued thereon. 

(1) Inventor's Name: Daisuke 

Given Name Middle Initial Family Name 

Residence: Qsaka-shi Osaka Japan 

City State/Province Country 

Mailing Address: c/o NIPPQN SHEET GLASS CO.. LTD.. of 5-11. Dosho-machi 3-chome. Chuo-ku. 

Street/P.O, Box 

Osaka-shi Osaka 541-8559 Japan 

City State/Province Zip Country 
Citizenship: Japan 

Signature: ?)^:^uk^ Date: / O / / ^-^PO 



ADDmONAL INVENTORS PROVIDED ON ATTACHED PAGES YES x NO 



(2) Inventor's Name: 



Etsuo 



Residence: 



Osaka-shi Osaka 



OGINO 



Given Name Middle Initial Family Name 



Japan 



City State/Province Country 



Mailing Address: c/o NI PPON SHEET GT ASS CO.. T.TH of 5-11. Doshn-m^c hi 3-clionie, Chnn-kii 

Street/P.O, Box 

■ Osaka-shi Osaka 541-8559 Jap an 



City State/Province Zip Country 



Citizenship: Japan 



Signature: 



Date: 



